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Permanent Painting

CA.SSEL EARTH

This pigment may have been in former years an
ochrey brown, but at present it appears to be identical
with vandyke brown, and is not regarded as a per-
manent color. It will be properly described under the
name of vandyke brown.

CERULEAN  BLUE

In the present age cerulean blue is an artificial ultra-
marine blue of pale shade known commercially tinder
the name of artificial cobalt blue. Some manufactur-
ers in order to give it its proper tone grind this pale
commercial ultramarine blue with a mixture of zinc
oxide, and it has the property of appearing blue un-
der gas light or electric light. The author finds that
when made by reputable concerns, it is perfectly per-
manent and can be mixed with almost any pigment ex-
cepting those containing lead. Its existence compli-
cates matters, however, for the ordinary cobalt blue
of commerce mixed with white will produce practically
the same shade and effect.

CHARCOAL  GRAY
This pigment appears to be a vine black reduced with
permanent white. When badly washed in its original
manufacture it has a tendency to "become hard in the
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